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® Picture display cell, method of forming an orientation layer on a substrate of the picture display 
cell and monomelic compounds for use in the orientation layer. 



© The picture display cell comprising two transpar- 
ent plates having an electrode (4, 5) with thereon an 
orientation layer (7) and a sealing ring (3) between 
the ends of the plates, a liquid crystalline (6) material 
being present in the space between the plates and 
the ring, the orientation layer being formed from a 
(methacrylate) monomer or a tow molecular com- 
pound which is first oriented in a electric or mag- 
netic field after having been transferred in the liquid 
crystalline phase by raising the temperature. 
Then, the polymerization of the oriented monomer 
i place by exposure to actinic light (notably UV). 
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The invention relates to a picture *splay ce« 
comprising as a substrate two opposrtely repeated 
SLtes which are transparent to light and which on 
the facing sides comprise an electrode of a ma- 
terial which is transparent to light having ^hereon an 
orientation layer and a sealing ring between the 
enS of the plates, a liquid crystalling , mater^ 
oeing provided in the space between the plates 
2d the ring. The invention further relates te a 
method of forming an orientation layer on a sub- 
SSe for the picture display cel. composing an 
electrode and to the materials from wh.ch the on- 

entation layer is manufactured. 

Such a picture display cell is known from Unit- 
ed sites Patent Specification 4,469.409 in which 
picture display cell an orientation layer is prov.ded 
on a glass substrate, which orientation layer is 
formed from a film of a homogeneous m.*ure 
having a silanol oligomer modified wrth an aromatic 
ring which comprises a.silane group and an^ or- 
ganic polymer. The picture display cell of the test- 
ed nemaac type (TN-type) according to toe said 
United States Patent Specif.cat.on compnses a 
substrate having an orientation layer which can 
better withstand elevated temperatures and has an 
^proved bonding to the 'substrate than the pre- 
viously used organic polymers having J * ' £ 
quinaioline ring. A method of providing a poly- 
meric layer on a substrate is described in example 
ToVthe United States Patent Specification in which 
a solution of the polymer is prepared and this 
soluSon Is provided on the substrate viae spinning 

^een^an Ausiegeschrift 2.315.541 M • 
picture display cell in which on the subsWte an 
orientation Is provided by vapour <teP° sWon * r °- 
duced pressure. According to these vapour deposi- 
tion techniques SiO x layers are provided and I more 
information on such layers is procur ed by r HA. van 
Sprang and R.G. Aartsen in JAppl.Phys. 56(2). 
July 15. 1984. p£.251-262. in which general article 
the method of providing, the measurements and 
Z apparatus used are described. The use of such 
an Sio* orientation layer in a picture dl sp ay ^ceU. 
however has for its disadvantage that w.th these 
STs oni restricted range of s olid ^gjes for jhe 
orientation of the nematic liquid crystal matenal is 

aVaU £mwn Offenlegungschrift 3.020*45 discloses 
a Dlcture display cell In which a polymeric onenta- 
tiontyerls prided on the substrate which poly- 
meric orientation layer Itself is W 
When switching on or of the voltage the llqu.d 



crystalline material and the polymenc layer are , 
both oriented at right angles to or parallel^ to the 
substrate. The orientation layer is also m the liquid ^ 
cristalline phase under operating conditions. 
6 Japanese Patent Application Kokal No. 52- 

146255 discloses a picture display cell having a 
liquid crystalline material in which the orientation^ of 
the liquid crystalline material takes place by incor- 
porating herein magnetic particles. <°< 
« -FeTo* acicular particles which are onented by 
10 m^oTa magnet after which the tomper^re of 

21 glass plates is raised so that the liquid bmder 
at the raised temperature is made to solldrfy- In to* 
manner the magnetic particles are fixed and hence 
, fi ateo the liquid crystal material. The presence of the 

however, has disadvantages because under the 
influence of said particles interferences in the light 
permeability can easily occur. 
20 Applicants have made further research into the 
orienSon layer of the picture display cells and 
,ney have found that it is possible to P™rfea 
oolymeric layer on the substrate, which polymenc 
STL be oriented and be fixed after the orienta- 
25 tion As polymers could be used specific ^matenals 
as described inter ate by R. Simon and H-J^Co^s 
in MoL Cryst-Oq: Cryst Vol. 102 (Letters E£. 43- 
48. This method yielded good results but a dis- 
advantage was that it took some time, for example. 
OT fmSs to more than 1 hour dependent on the 
polymer used, until the orientation layer had I been 
oriented completely in an electric or . 
It has now proved possible to cons.derably reduce 
said time necessary for the orientabon namely to 
as eten a few seconds, by composing a ^ 
p,ay cell according to the invention as described n 
*e opening paragraph which is charactered in 
that the orientation layer is formed from a mon- 
omer or lower molecular compound wh.ch isfirst 
^o oriented in a field and is then polymenzed^Accord- 
ing to the invention, the method of forming an 
orientation layer on a substrate which compnses an 
electrode for a picture display cell is therefore 
ctScterized in that a film of a liquid cryeteHme s 
4s monomer is provided, said monome. Js .«»ented« 
a given angle In a magnetic or an electee field and ^ 
is then polymerized. . 

The invention will now be described .n greater 
detail with reference to the ensuing description and 
„ the drawing, the Rgure of which is c'^ff 5 "* 
view of a picture display cell accord.ng to the 
invention. 
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Reference numerals 1 and 2 in the Figure 
denote two oppositely relocated plates which are 
transparent to light and which are herein after re- 
ferred to as substrates and which on the facing 
sides comprise electrodes 4 and 5, for example, 5 
manufactured of InsQjSnO* An orientation layer 7 
with which preferably nematic liquid crystals 6 can 
be oriented to provided across said electrodes. The 
cell is formed by placing the substrates thus 
formed with electrodes and orientation layer op- to 
posite to each other and sealing the aperture by 
means of a ring and filling the space between the 
substrates and the ring 3 with the liquid crystalline 
material 6. In practice, a layer of adhesive of an 
epoxy compound is often used as the ring 3. is 

Essentially the invention resides in the fact that 
a liquid crystalline monomer is provided on a sub- 
strate' and is oriented in an electric or magnetic 
field after the liquid crystalline monomer has been 
. provided in a' liquid crystalline phase and after the 20 
orientation the monomer is polymerized, possibly 
by exposure to actinic light Another method is to 
heat the monomer up to a temperature above the 
transition nematic-isotropic and then cooling it in 
the field down to a temperature at which the mon- 25 
omer is again liquid crystalline, after which the 
polymerization is carried out Dependent on the 
angle of the optical axis of the nematic groups the 
polymer layer induces tilted orientation in the sub- 
sequently provided liquid crystal material. 30 

More in particular it has been found that in 
order to obtain the orientation layer, there may be 
started from a liquid film of a crystalline (meth)- 
acrylate monomer. This monomer can be dissolved 
and the resulting solution can then be provided on 35 
the substrate in the form of a thin film according to 
a known spinning technique. A suitable group of 
liquid crystalline aery late monomers is represented 
by formula 1 of the formula sheet in which formula 
- A - is a flexible spacer, for example, 40 
<CH2> X . <CH2>*0. {Si(CH3)rO > *, with x 
= 1-15 

and {CHrCHrO > y , with y * 1 to 8 and - B - is 
a mesogenic group, for example, a group of for- 
mulae 7, 8, 9 or 10, and in which formula 1 Rt is H 45 
or CH3 and R2 is an alkyl group, an aromatic ring, 
a cyano group or combination hereof. An useful 
example of such an aery late monomer is repre- 
sented by the formula 4 of the formula sheet. 

In a preferred embodiment of the picture dis- so 
play cell according to the invention the liquid cry- 
stalline meth(acrylate)monomer corresponds to the 
formulae 2 and 3 of the formula sheet The mon- 
omers of the formulae 2 and 3 are diacrylates 
which upon polymenication form a cross-link struc- 55 
ture. 



The monomers of formulae 2 and 3 are novel 
products. The invention also relates to these novel 
products. The monomers of formula 2 can be pre* 
pared by a chemical process represented by reac- 
tion scheme 12 of the formula sheet The mon- 
omers of formula 3 can be manufactured according 
to the reaction scheme 13 of the formula sheet 
The several reactions are, as usual, performed in 
the presence of inert organic solvents such as 
ketonen, ethers or hydrocarbons. The reaction A 
and B of scheme 12 are performed in the presence 
of an racine, particularly a mixture (10:1) of 
triethyamine and 1-dimethylamino-pyridine. The re- 
action A of scheme 13 is performed in the pres- 
ence of NaOH and Nal. The reactions C and E of - 
scheme 13 are performed in the presence of amine 
as denoted above for scheme 12. In schemes 12 
and 13, R1 has the meaning disclosed hereinbefore 
and .... stands for an alkylene group. 

Useful representation of th,e diacrylate mon- 
omers are given by the formulae 5 and 6 of the 
formula sheet. 

For the orientation of the mesogenic groups of 
the monomer in the electric or the magnetic field, 
the monomer must be transferred to the liquid 
crystalline phase, which is possible by raising the 
temperature. For the aery late of formula 4. shown 
on the formula sheet the transition from crystalline 
to nematic takes place at 89 °C and from the 
nematic to the isotropic state at 98 v 5°Oupon heat- 
ing the monomer, while upon cooling the transition 
from the isotropic state to the nematic state takes 
place at 98° C, the transition from the nematic to 
the smectic state at 78 °C and from the smectic 
state to the crystalline state at 48 °C. This means 
that the orientation and the in situ polymerization 
preferably take place at a temperature of 89-98 *C 
dependent on the desired state of the orientation 
layer. 

For the acrytate monomer shown in the formula 
sheet by formula 5, the transition in a heating cycle 
from crystalline to smectic takes place at 17°C and 
from smectic to nematic at 93° C and from nematic 
to isotropic at 193° C. Therefore, the orientation for 
the monomer of formula 4 will take place at a 
temperature between 77 and 153°C. 

The compound of the formula 6 shows a transi- 
tion from crystalline to nematic at 129*C and from 
nematic to isotropic at 149 P C. 

The temperature at which the orientation of the 
monomer, notably the mesogenic group, has to be 
carried out may be reduced by using a mixture of 
monomers in which not only the orientation takes 
place separately but can also take place at the 
comparatively low temperature, possibly at ambient 
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temperature. A further modification is the use of a 
mixture of polymer in a monomer in which the 
polymer may be constructed from other monomers 
than the monomer which is used here as a solvent 
The polymerization of the oriented monomer 
preferably takes place by exposure to actinic light, 
notably by exposure to UV-light The polymeriza- 
tion can be accelerated by adding to the acrylate 
monomers a small quantity, preferably less than 10 
% by weight, of a photo initiator. The polymeriza- 
tion preferably takes place while excluding oxygen. 
As a result of the polymerization the orientation of 
the mesogenic groups is fixed so that said an- 
isotropy is maintained within a wide temperature 
range. 

The photo initiators to be used are known and 
an example hereof is Irgacure 651 (trademark* of 
CIBA-Geigy). 

It may be advantageous not to provide the film 
of the monomer directly on the 'substrate material 
but first to provide said substrate material with a 
bonding layer which may consist of . - 
methacrytoxypropyl trimethoxysilane or 
aminopropylsilane. Another embodiment which is to 
be preferred is to carry out the polymerization in 
the presence of a photo initiator which, however, is 
not mixed with the monomer but which photo in- 
itiator is bound to the surface so that no changes of 
the liquid crystalline properties of the monomer are 
obtained in that it is mixed with the non-liquid 
crystalline photo initiator and moreover the poly- 
merization then takes place from the surface and 
the polymer chains are bound to the surface. In 
this manner it is prevented that the polymer is 
optionally dissolved in the liquid crystalline material 
6 of the display cell. 

The photo initiator may be bound to the sur- 
face by first providing the substrate according to a 
known method with a layer of -aminopropylsilane, 
after which the substrate is immersed in a solution 
of a photo initiator in THF (tetrahydrofuran), tor 
which purpose a 5 % solution of the photo initiator 
of formula 9 may be used. At ambient temperature 
the reaction takes place between 
aminopropylsilane and the compound of formula 9, 
so that the substrate is provided with a surface film 
of a material which comprises both an amino group 
and a benzophenone group, which amino group 
has an accelerating effect on the photo initiation of 
the benzophenone group. 

If the actinic radiation is carried out with elec- 
tron radiation it is not necessary to use an initiator. 
When the orientation of the mesogenic group in the 
monomer has to be carried out at a comparatively 
high temperature.the disadvantage of this is that at 
the said comparatively high temperature the pos- 



sibility of polymerization rather occurs so that it is 
to be preferred to perform the orientation at a 
comparatively low temperature and then to freeze 
the oriented monomeric groups by polymerization. 



Claims 

1. A picture display cell comprising as a sub- 
io strate two oppositely located plates which are 
transparent to light and which on the facing sides 
comprise an electrode of a material which is trans- 
parent to light having hereon an orientation layer 
and a sealing ring between the ends of the plate, a 
is liquid crystalline material being . provided in the 
space between the plates and the ring, character- 
ized in that the orientation layer is formed from a 
monomer or low molecular compound which is first 
oriented in a field and is then polymerized. 
20 2. A picture display cell as claimed in Claim 1 , 

characterized in that the orientation layer is built up 
from a polymer obtained by the polymerization of 
oriented liquid crystalline (meth)acrylate mon- 
omers. 

25 . 3. A picture display cell as claimed in Claims 
1-2. characterized in that the acrylate monomers 
correspond to formula 1, 2 or 3 of " the formula 
sheet, -A-being a flexible spacer, -B-being a 
mesogenic group. R representing a hydrogen atom 

30' or a methyl group and R2 representing an alkyl 
group, an aromatic group, acyane group or com- 
binations thereof . 

4. A picture display cell as claimed in Claim 3, 
characterized in that the acrylate monomers cor- 

35 respond to formula 4, 5 or 6 of the formula sheet 

5. A picture display cell as claimed in Claims 1 
to 4, characterized in that the orientation layer is 
formed from a mixture of two or more monomers 
which are polymerized. 

40 6. Monomers of formula 2 or 3 of the formula 
sheet in which R1 is H or CH3, and -A-is a flexible 
spacer, chosen from the group consisting of 

<CH 2 V x* *CH 2 >*0-. { Si(CH 3 )2-0 V x , 
wherein x = 1-15 

45 or 

{ CHrCHrO > y . wherein y * 1 to 8. 
7. A method of forming an orientation layer on 
a substrate for a picture display cell comprising an 
electrode, characterized in that a film of a liquid 
so crystalline monomer is provided, said monomer is 
oriented in a magnetic or electric field at a given 
angle, and is then polymerized. 

7. A method as claimed in Claim 7, character- 
ized in that the polymerization is carried out by 
55 exposure to actinic right. 
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9. A method as claimed in Claims 7-8, char- 
acterized in that a photo initiator is added to a 
monomer in a quantity emailer than 10 % by 
weight calculated on the monomer. 

10. A method as claimed in Claim 7-9, char- 6 
acterized in that monomers are used as stated in 
Claim 6. 

11. A method as claimed in Claim 7-10, char- 
acterized in that a bonding layer is formed on the 
substrate before the monomelic film is provided. 10 

12. A method as claimed in Claim 9, character- 
ized in that the photo initiator is bonded to the 
surface of the substrate and is not mixed in the 
monomer. 

13. A method as claimed in Claim 12, char- is 
acterized in that the substrate is provided with a 
bonding agent then with a photo initiator, after 
which a monomeric film is provided and after on-, 
entation the polymerization 0 f the monomeric film 

is carried out under the influence of UV-rays. 20 
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B+CH 2 -C-2-Cl ^CH 2 = C-l!-0-Alk-0— / 0 V-C-OH (Q 



R, 0 . . 0 
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